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@ Printed thermoplastic resin products and method for printing such products. 

@ An easily regeneratable printed thermoplastic resin product is provided by printing it with a specific 
radiatk>n-curing ink composition and curing the printed ink with radlatton to fonn a cured Ink film 
thereon. 

The Ink composition comprises a vehicle mixture containing : 
(A) an ingredient selected from the group consisting of a skeletal linear polyester oligomer having 1 to 
10 double bonds In a molecule and a polymer of the oligomer, (B) an ingredient selected from the group 
consisting of a double bond-containing carboxylic acid wherein the ackl has at least one acidic group 
which is capable of fomning a water-soluble alkali metal salt in a molecule, a carboxylic ester of the acki 
and a carboxylic amide of the add, (C) a double bond-containing polycarboxylto ester, having 2 to 10 
acidic groups which are capable of forming an ali^ali metal salt whtoh will swell with water absorption, 
(D) an ingredient selected from the group consisting of a fluorinated double bond-containing carboxylic 
ester wherein the fluorine component is oriented on the surface of a coptymer or polymer to give 
water-repellency, a block copolymer which comprises a surface-oriented and water-repeltent fluori- 
nated alkyi group-containing polymer segment and a (meth)acrylic polymer segment, and a block 
copolymer which comprises a surface-oriented and water-repellent siloxane group-containing polymer 

3 segment and a (meth)acrylic polymer segment, (E) a double bond-containing potycarboxylic ester, and 
(F) an ingredient selected from the group consisting of a double bond-containing monocarboxylic ester 
^ and its amide, wherein the acid value of the vehicle mixture is from 5 to 100. 

The ink is useful in displaying and decorating trade names, designs, explanatory notes, bar code, etc. 
If) on specific themnoplastic products and the cured ink film Is easily detachable with an aqueous alkali 
solution. 

00 

ir> 
o 

0. 

UJ 



Jouve. 18, rue Saint-Denis, 75001 PARIS 



EP0588 533A2 



Field of the Invention 

The present invention relates to a method for printing a plastic product with a specific radiation-curing type 
printing Ink capable of directly print trade names, designs, explanatory notes, bar code, etc. on the plastic resin 

5 product, rf desired, a roughened surface of the plastic resin product, for displaying and decorating, quickly cur- 
ing the printed ink on a high-speed drying tine to form a dried film capable of maintaining the quality required 
at the distribution stage, and after collection of the used product, dissolving or removing the film In a membra- 
nous form with an aqueous alkaline solution to recover the base materials in a clean condition. 

More specifically, the present Invention relates to a method for printing specific thermoplastic products 

10 such as polyethylene terephthalate resin products, with a specific radiation-curing printing ink capable of dis- 
solving or removing as a cured film in an aqueous alkaline solution from the printed products. 

The present invention further relates to a printed thermoplastic product which Is painted with a radiatbn- 
curing type printing ink capable of directly marking trade names, designs, explanatory notes, bar code, etc. 
thereon for displaying and decorating, quickly curing on a high-speed drying line to form a dried film maintain- 

15 able for the quality required at the distribution stage, and after collection of the used product, dissolving or 
removing as a cured ink film with an aqueous alkaline solution to recover the base materials in a clean condition. 

The present invention also relates to a method for eliminating or removing the radiation-curing type printing 
ink from the printed thermoplastic products such as polyethylene terephthalate resins, wherein the radiation- 
curing type printing Ink Is capable of directly printing trade names, designs, explanatory notes, barcode, etc. 

20 on the thermoplastic resin product for displaying and decorating, quickly curing the printed ink on a high-speed 
drying line to form a dried film capable of maintaining the quality required at the distribution stage, and after 
collection of the used product, dissolving or removing the film in a membranous form with an aqueous alkaline 
solution to recover the base materials In a dean condition. 

25 Background of the Invention 

The thermoplastic resin product, particularly polyethylene terephthalate product, has been utilized espe- 
cially as a container for cosmetics, liquid seasonings, drinks such as beer or coke and medicine since it is free 
firom toxicity, superior in gas-barrier ability and water-impermeability to other synthetic resins and has an ex- 

30 tenor appearance that is similar to that of glass. In many cases, an explanatory note and name of commodity 
have been printed on the side wail of the thermoplastic resin container with the printing ink made from ultra- 
violet-curing type resin as a vehtole. 

In recent years, problems with garbage Incineration and environmental pollutbn, caused by waste plastic 
products, have drawn to keen public attention and serious concerns have been growing in regard to collectton, 

35 restoration and re-formation of the plastic product waste. However, the used plastic product so collected pres- 
ents difficulties in various aspects for regeneration. Therefore, the majority of plastic product wastes have sim- 
ply been melted for regeneration and used In a limited range of recycle purposes. The main reason for this Is 
that the waste product so collected has printings for decoration and other purposes and the ink printed on it 
affects adversely the quality of the plastic product whteh is regenerated from the printed plastic product so 

40 collected as a starting material. 

Summary of the Invention 

The present invention uses a specific ink for printing a plastic product in order to ensure easy regeneration 
45 of the collected waste plastic product and to solve the problems relating to garbage incineration or environ- 
mental pollution, caused by the waste plastic product. The present Invention provides a practical method for 
printing the plastic product with the specific Ink and removing the printed Ink from the collected waste plastic 
product 

The present invention relates to thermoplastic resin products printed with the specific ink which ensures 

50 versatile utilization of the plastic product to be collected after Its use. 

The present Invention relates to thermoplastic resin products which are printed with a printing Ink having, 
as a base, a radiation-curing type ink composition comprising a vehicle mixture comprising: 

(A) an ingredient selected from the group consisting of a skeletal linear polyester oligomer having 1 to 10 
double bonds and a polymer of the oligomer, 

55 (B) an ingredient selected from the group consisting of a double bond-containing carboxylic acid wherein 
the acid has at least one acidic group which Is capable of forming a water-soluble alkali metal salt, a car- 
boxylic ester of the acid and a carboxylic amide of the ackJ, 

(C) a double bond-containing pdycarboxylic ester, having 2 to 10 acidic groups which are capable of forno- 
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ing an alkali metal salt capable of sweliing with water absorption, 

(D) an ingredient selected from the group consisting of a fluorinated double bond-containing carboxyllc 
ester wherein the fluorine component is oriented on the surface of a coplymer or polymer to give waters- 
repeltency, a block copolymer which comprises a surface-oriented and water-repellent fluorinated alkyi 

5 group-containing polymer segment and a (meth)acrylic polymer segment, and a block copolymer which 
comprises a surface-oriented and water-repellent siloxane group-containing polymer segment and a 
(meth)acrylic polymer segment, 

(E) a double bond-containing polycarboxyllc ester, 
and 

10 (F) an ingredient selected from the group consisting of a double bond-containing monocarboxyllc ester and 
its amide, 

wherein the acid value of the vehicle mixture is from 5 to 100, together with 0 to 20 parts by weight of a 
photopolymerization initiator, 0 to 20 parts by weight of a photosensitizer and 0 to 50 parts by weight of 
an organic and/or inorganic pigment per 100 parts by weight of the vehicle mixture, and then treated with 
IS radiation on the printed surface thereof to harden the radiation-curing ingredients in the printing ink. 

According to the present inventbn, there may be no chance that the decorative prints such as designs or 
marks on products drop off or get tainted causing damage to a trading image at the distribution stage. Fur- 
thermore, by means of treating the waste product with an aqueous alkaline solution to remove the prints in a 
filmy form after Its collection, a clean state of the base materials can be restored without any prints. The de- 
20 tached film contained in the alkaline waste water is also removed by filtration, dissolved as lapse of time, or 
caught by air separation such as cyclone in a state completely segregated from the base materials, thus it will 
scarcely flow out into the surroundings and handling will be much easier. 

In the printing method according tothe present Invention, printing is possible without any surface treatment 
of the thermoplastic resin product prior to printing but the surfece of the thermoplastic resin product may be 
25 roughened or treated with flame, corona discharge or anchor coating. The radiation<uring ink according to 
the present invention is adhered to the plastic product in extremely close contact due to the adhesiveness and 
stress-peeling preventive mechanism attributable to the low contiactivity based on the structure of a double 
bond-containing oligomer and/or a polymer thereof. The dose adhesion of the radiation-curing ink composition 
to the plastic body construction even without any pretreatment provides a remarkable advantage in curtailing 
30 production steps In an overall printing process. 

Detailed Description of the Invention 

The present invention relates to thermoplastic resin products which are printed with a novel printing ink 
35 and then treated with radiation on the printed surface thereof to harden the radiation-curing ingredients in the 
printing ink. wherein the said printing ink has, as a base, a radiation-curing type Ink composition comprising 
the vehicle mixture containing the above-mentioned components (A) to (F) wherein the acid value of the vehicle 
mixture is from 5 to 100, together with 0 to 20 parts by weight of a photopolymerization initiator. 0 to 20 parts 
by weight of a photosensitizer and 0 to 50 parts by weight of an organic and/or inorganic pigment per 1 00 parts 
40 by weig ht of t he vehicle mixture. 

In an embodiment, the present invention relates to thermoplastic resin products which are printed with a 
printing Ink and then treated with radiation on the printed surface thereof to harden the radiation-curing ingre- 
dients in the printing ink, characterized by that the said printing Ink has, as a base, a radiatton-curing type Ink 
composition comprising, as major vehicle ingredients, 
45 (1) the above-mentioned (A) to (C) and (E) to (F) components and, as the (D) component, a fluorinated 
double bond-containing carboxylic ester wherein the fluorine component is oriented on the surface of co- 
polymer or polymer to give water-repellency, or 

(2) the above-mentioned (A) to (C) and (E) to (F) components and, as the (D) component, a block copo- 
lymer which comprises a surface-oriented and water-repellent fluorinated aikyi group-containing polymer 

50 segment and a (meth)acrylic polymer segment, or 

(3) the above-mentioned (A) to (C) and (E) to (F) components and, as the (D) component, a block copo- 
lymer which comprises a surfece-oriented and water-repellent siloxane group-containing polymer segment 
and a (m6th)acrylic polymer segment, 

wherein the acid value of the vehicle mixture Is from 5 to 100 and the ink composition comprises 0 to 20 parts 
55 by weight of a photopolymerization initiator, 0 to 20 parts by weight of a photosensitizer, 0 to 50 parts by weight 
of an organic and/or inorganic pigment to 1 00 parts by weight of the above-mentioned vehicle. 

In another embodiment, the present Invention also relates to thermoplastk: resin products which are print- 
ed with a printing ink and then treated with radiation on the printed surface thereof to harden the radiatton- 
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curing ingredients in the printing ink» characterized by that the said printing ink has, as a base, a radiation- 
curing type ink composition comprising, as a major vehicle ingredient, the mixture of the above-mentioned (A) 
to (C) and (E) to (F) components and, as the (D) component, two or three members selected from the group 
consisting of a fluorinated double bond-containing carboxytic ester wherein the fluorine component is oriented 

5 on the surface of a coplymer or polymer to give water-repellency, a block copolymer which comprises a surface- 
oriented and water-repellent fluorinated alkyi group-containing polymer segment and a (meth]acrylic polymer 
segment, and a block copolymer which comprises a surface-oriented and water-repellent sitoxane group- 
containing polymer segment and a (meth)acrylic polymer segment, wherein the acid value of the vehicle mbc- 
ture Is from 5 to 100 and the Ink composition comprises additionally 0 to 20 parts by weight of a photopoly- 

10 merization initiator, 0 to 20 parts by weight of a photosensitizer, 0 to 50 parts by weight of an organic and/or 
Inorganic pigment to 100 parts by weight of the above-mentioned vehicle. 

For the thermoplastic resin product, various resin products such as polyester resin products and polyolef in 
resin products can be utilized but, among all, the polyethylene terephthalate product is particularly preferable. 
The polyethylene terephthalate which can be used in the present invention are polyesters having ethylene ter- 

IS ephthalate repeating units, which comprises basically terephthalic acid as an acid component and ethylene 
glycol as a glycol component, but may contain at least one acid component and at least one glycol component 
for copolymers. The acid component may include isophthalic acid, diphenyl ether-4,4'-dicarboxylic acid, naph- 
thalene-1,4- or -2,6-dicarboxyiic acid, adipic acid, sebacic acid, decane-1,4-dicart)oxylic acid, hexahydroter- 
ephtharic acid, and the like. The glycol component may include propylene glycol, 1,4-butanediol, neopentyl 

20 glycol, diethylene glycol, polyethylene glycol, polypropylene glycol, polytetramethylene glycol, cydohexane- 
dimethanol, 2,2-bis(4-hydroxyphenyl)prepane, 2,2-bis(4-hydroxyethoxyphenyl)propane, p-hydroxybenzoic 
acid, and the like. The ackl and glycol components may be each mixed within the range of less than 50% for 
each content In the copolymer content as a whole. 

Examples of such thermoplastic resin products are containere for cosmetics and toiletries, contalnere for 

25 liquid seasonings, contalnere for drinks such as beer or coke, contalnere for medicine, containere for llqukJ de- 
tergents, and the like. 

The polyethylene terephthalate used in the present invention may contain additives such as a coloring 
agent, an ultraviolet-absorbing agent and an anti-static agent in an appropriate proportion as the case may 
be. 

30 The present invention also relates to a method for printing a plastic product with a radiation-curing type 
printing ink, characterized by the said printing Ink having, as a base, a radiation-curing type ink composition 
comprising the vehicle mbdure of the above-menttoned (A) to (F) wherein the acid value of the vehicle mbcture 
is from 5 to 100, together with 0 to 20 parts by weight of a photopolymerization initiator, 0 to 20 parts by weight 
of a photosensitizer and 0 to 50 parts by weight of an organic and/or inorganic pigment per 100 parts by weight 

35 of the vehicle mixture. 

The method for printing the plastic product according to the present Invention is to f iret carry out printing 
with the printing Ink having the radiation-curing type composltton as a base, which comprises the above- 
mentioned (A) to (F), and then harden the radiation-curing Ingredients in the printing ink by applying radiation 
to the printed surface. 

40 The polyethylene terephthalate product in accordance with the present invention includes containere made 
of, as starting materials, saturated polyestere such as polyethylene terephthalate by molding. 

The containere to be used In the method for printing on the surface of a container according to the present 
Invention include polyester containere obtained by processes such as hollow molding, blow molding with double 
axle extention or injection molding and the like. 

45 Further, the composition of radiation-curing type ink removable with alkali according to the present inven- 
tion includes a fluorinated carboxylic ester containing double bonds and/or fluorinated block copolymer and/or 
silicon block copolymer, and, upon printing, the fluorine and/or silicon rich parts are oriented on the surface, 
thereby affording chemical resistance, water-repellency, soil resistance and abrasion resistance and enhanc- 
ing the stability during distribution of printed products as well as during its actual use. 

50 The present invention also relates to a method for eliminating or renrK)ving a radiation-curing type printing 
ink from printed thermoplastic products, which comprises printing the thermoplastic product with the printing 
Ink which has, as a base, a radiation-curing type Ink composition comprising the vehicle mbcture of the above- 
mentioned (A) to (F) wherein the acid value of the vehicle mixture is from 5 to 100, together with 0 to 20 parts 
by weight of a photopolymerization initiator, 0 to 20 parts by weight of a photosensitizer and 0 to 50 parts by 

S5 weight of an organic and/or inorganic pigment per 100 parts by weight of the vehicle mbcture. followed by ra- 
diatton on the printed surface thereof to harden the radiation-curing Ingredients In the printing ink, and dis- 
solving or removing the cured film in a membranous form with an aqueous alkaline solution. 

While the condittons for detaching the ink composition by alkallvary depending on the weight ratio of (B), 
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(C) and (D), it is preferable to have an alkaline concentration of 5% or more, a temperature at 70''C or more 
and a duration of 5 minutes or more. However, it may be practical to use an alkaline concentration of 1% and 
a temperature to 50 by immersion for an extended time in an alkaline solution or immersion wtiile brushing 
the printed surface, by controlling the weight ratio of (B), (C) and (D), or by reflecting additional conditions 
5 brought by the printing and curing processes and the like. 

When the alkali removing treatment is adopted on a commercial scale, it may be performed by the selective 
application of those conditions. 

Moreover, the alkali-removable radiation-curing ink composition Includes the mixture of an alkali metal and 
a double bond-containing (poly)carboxylic ester, having an acid group which facilitates formatton of water solu- 
10 ble salts or salts capable of water-swelling, and the cured ink film Is removed in filmy form without difficulty 
from the used printed product by means of treatment with an aqueous alkaline solution, thereby, allowing re- 
generative plastic resins and products to be recovered in a clean condition. 

The filmy detachment of cured ink film is caused by the permeation of an aqueous alkaline solution through 
the interface between the body construction material and the Inkf ilm while preventing infiltration of an aqueous 
IS alkaline solutton from the surface due to the water-repellency created by the surface orientation of the double 
bond'Containing fluorinated carboxylic ester and/or fluorinated block copolymer and/or silicon block copolymer. 
As such, the ink film so removed can be collected in a simple process such as filtration. There is no problem 
with water contamination since none of them are discharged Into waste water. 

Furthermore, the scope of its application is further enlarged in view of the possibility that the volunne of 
20 double bond containing fluorinated carboxylic ester and/or fluorinated block copolymer and/or silicon block co- 
polymer is reduced, and/or the volume of double bond-containing carboxylic ester which is water soluble or 
facilitates generation of water swelling alkali metal salt is increased/reduced to dissolve the Ink as a whole in 
an aqueous alkaline solution and to remove the ink from the surface of the plastic. 

The skeletal linear polyester oligomer having 1 to 10 double bonds and its polymer refer to an oligomer 
25 and/or polymer having radiation-polymerizable 1 to 10 double bonds in a molecule which is not only capable 
of being polymerized with radiation by itself but also capable of polymerizing in combinatbn with other radia- 
tion-polymerizable double bond containing compounds. 

The double bond-containing groups in the said oligomer and/or polymer include those in vinyl groups, ally! 
groups, (meth)acryloyl groups, crotonyl groups and the like but(meth)acryloyl groups are preferable because 
30 of their increased polymerizability when radiation is applied. 

Of the (meth)acryloyl group-containing oligomers and/or polymers, poiyurethane-acrylates are used in 
particular as they have an adhesive nature in contact with the base or a flexible construction capable of fol- 
lowing the expansion/contraction of the base, it is more preferable to use polyurethane acrylate made from 
polyester polyol but where extreme follow-up ability is required, polyurethane acrylate made from poly- 1,4- 
35 butadiene polyol can also be used. 

The copolymerized polyester polyols are synthesized mainly with dicarboxylic ackJ components and glycol 
components. 

The dicarboxylic acid component may include an aromatic dicarboxylic acid such as terephthalic acid, iso- 
phthalic acid or orthophthalic acid and the like in the main and is used in a volume of more than 60 mol%, 
40 and, to provide flexibility, an aliphatic dicarboxylic acid such as succinic acid, adipic acid, sebacic acid, dode-^ 
cane dicarboxylic acid or the like and an alicyclic dicarboxylic acid such as hexahydrophthalk: acid or tetrahy- 
drophthalic acid are also used in a volume of less than 40 mol%. 

The glycol component may include ethylene glycol, propylene glycol, 1 ,3-propanediol, 1 ,4-butanediol, 1 ,6- 
hexanedlol, neopentyl glycol, diethylene glycol, dipropytene glycol. 1,4-cyclohexanedimethanol, spiro glycol, 
45 1 ,4-phenylene glycol, bisphenol Aethylene oxide or polyethylene oxide additive, polyethylene glycol, polypro- 
pylene glycol, and the like. Depending on necessity, a small amount of triol or tetrad such as trimethylol pro- 
pane, glycerine, pentaerythritol and the like may be admixed. 

In order to synthesize copolymerized polyester polyols from such dicarboxylic acid components and glycol 
components, an excess amount of the glycol component is used per dicarboxylic acid starting component. It 
50 is preferable to perform synthesis so that the terminal carboxylic group may be maintained at less than 50 
eq/10^ g in the resultant copolymerized polyester. In cases where it exceeds 50 eq/10^ g, the target polyur- 
ethane acrylate product will not be obtained due to excessive increase of the inactive ends during reaction 
with dilsocyanate compounds at the time of synthesizing urethane polymers. 

In order to obtain urethane acrylate from the copolymerized polyester polyol so synthesized, the said co- 
55 polymerized polyester, a polyisocyanate compound and a compound having a (meth)acryloyl group as well as 
an active hydrogen group nnay be reacted. 

The polyisocyanate compound may include 2,4-trilene dilsocyanate, diphenylmethane dilsocyanate. 1,3- 
diisocyanate methylcydohexane, 1 ,4-diisocyanate methylcydohexane, 4,4'-dii8ocyanate dicydohexane, 4,4- 
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dlisocyanate dicydohexylmethane, isophorone diisocyanate and a variety of other commercially available dii- 
socyanates. 

In addition, when higher functional acrylates are required, polyisocyanate in a dass higher than tri-isocyanate 
may be applied alone or In combination with the said dlisocyanate. 

The chemical compound having a (meth)acryloyl group and an active hydrogen group refers to a compound 
having at least one double bond and at least one hydroxy! group in one molecule. 
The double bond which can be used in the present invention may be vinylic, allylic, methacryllc, acrylic, cro- 
tonic. etc. 

The (m6th)acryloyl groups are prefered in view of their high sensitivity against radiation. 

The chemical compounds having a (meth)acryloyl group and an active hydrogen group may include d'h 
hydric alcohol mono(meth)acry1ates such as ethylene glycol mono(meth)acrylate, propylene glycol 
mono(meth)acrylate, butanedlol mono(meth)acrylate, diethylene glycol mono(meth)acrylate, dipropytene gly- 
col mono(meth)acrylate and the like; trihydric alcohol mono- or dh(meth)acrylates such as trimethylol ethane 
mono(meth)acrylate, trimethylol ethane di(meth)acrylate, trimethylol propane mono(meth)acrytate, trimethy- 
lol propane di(meth)acrylate, glycerine mono(meth)acrylate, glycerine di(meth)acrylale and the like; polyhyd- 
ric alcohol (meth)acrylates having a hydroxy group, including the (meth)acrylate of an alcohol containing 4 or 
more hydroxy groups, such as pentaerythritol mono(meth)acrylate, pentaerythritol di(meth)acrylate, pentaer- 
ythritol tri(meth)acrylate and dipentaerythritol tetra(meth)acrylate; a chemical compound having a hydroxy 
group, derived from (meth)acrylatlon of the caprolactone additive of the aforementioned alcohol; 
epoxy(meth}acrytates prepared by a ring-opening addition of (meth)acrylic acids with epoxy compounds, in- 
cluding monoglycidyl ethers; dihydric alcohol diglycldyl ethers such as ethylene glycol diglycidyl ether, poly- 
ethylene glycol diglycidyl ether, propylene glycol diglycidyl ether and neopentyl glycol diglyddyl ether; poly- 
hydric alcohol glycidyl ethers such as trimethylol propane triglycidyl ether and the like; the glycidyl ether of a 
chemical compound having a phenolic hydroxy group, such as bisphenot A glycidyl ether and the like. 

These compounds may be used singularly or In combination of 2 or more kinds. 

The double bond-containing oligomer and/or polymer which is obtained by reaction of the aforementioned 
starting compounds may be acceptable if it contains at least one double bond, and those having one to 10 
double bonds are utilized for such application. For the purpose of avoiding any tack on cured film surface and 
maintaining adhesiveness and flexibility in contact with the base. It is preferable to keep at least 3 to 7 double 
bonds In a single nrwiecule. 

The group consisting of a double bond-containing carboxylic acid wherein the acid has at least one acidic 
group which is capable of forming a water-soluble alkali metal salt in a molecule. Its carboxylic ester and Its 
carboxylic amide, is regarded, in general, as "acid monomer" and, its homopolymer and a copolymer with higher 
contents of the acid monomer form water soluble alkali metal salts. 

The double bond in the carboxylic acid, cart)oxylic ester and carboxylic amide may be vinylic, allylic, me- 
thacryllc, acrylic, crotonic, etc. The (meth)acryloyl groups are preferable In this Instance in view of their high 
radlatton-curing ability. The acid group capable of forming a water soluble alkali metal salt Includes a carboxyl 
group, sulfonyl group, phosphoryl group and the like but an introduction of carboxyl groups into the molecule 
may serve the purpose under normal circumstances. Each molecule requires at least 1 to 2 carboxyl groups. 

While the simplest carboxyl group-containing add monomer is (meth)acryllc acid, it is not a desirable start- 
ing material for ink products because of its strong odor, as well as for safety reasons. Therefore, the acid mono- 
mer Is synthesized by reacting the compound having a double bond and a hydroxyl group In the same molecule, 
with a cydic acid anhydride corresponding to its hydroxyl equivalent The carboxyl group-containing add mono- 
mers are an acid anhydride-carboxylated (meth)acrylic acid-alkylene oxide additive, an acid anhydride-car- 
boxylated (meth)acrylic acid-caprolactone additive, an acid anhydride-carboxylated (meth)acrylic acid- 
monoglycidyl ether additive, an acid anhydride-carboxylated methylol (meth)acrylic amide, and the like. The 
acid anhydride Includes succinic anhydride, maleic anhydride, itaconic anhydride, dodecylsuccinic anhydride, 
phthallc anhydride, tetrahydrophthallc anhydride, etc. 

The aforementioned compound having at least one double bond and at least one hydroxyl group in one 
molecule can be reacted by addition of a cydic acid anhydride in an equimolar amount In view of the hydroxy 
group In the compound having at least one double bond and at least one hydroxyl group in one molecule fol- 
lowed by heating for a determined period to Introduce the carboxyl group. The anhydride to be used for the 
introduction of the cart}oxyl group includes saturated aliphatic dicart)oxylic anhydrides such as succinic anhydr- 
ide and the like, unsaturated aliphatic dicarboxylic anhydrides such as maleic anhydride, itaconic anhydride 
and the like, alicydic dicarboxylic anhydrides such as tetrahydrophthallc anhydride, hexahydropht halic anhydr- 
kie and the like, aromatic dicarboxylic anhydrides such as phthaiic anhydride, naphthenic anhydride and the 
like, tricarboxylic anhydrides such as trimellitic anhydride and the like. 

Furthermore, acrylic acid dimers and acrylic add trimers produced as by-products In the synthesis of an 
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acrylic acid monomer can be used as they are as carboxyl group-containing monomers. 

The carboxylic esters having an acidic group (other than a carboxyl group) capable of forming a water- 
soluble alkali metal salt are phosphoric acid mono- or dl-esters such as nrK)no(meth)acryloxyethyl phosphate, 
(meth)acryloxyethylphosphorylphenyl, di(meth)acryloxyethylphosphate and the like, sulfonic esters such as 
5 (meth)acryloxyethylsulfonate, di(meth)acryloxyethylsuccinytsulfbnate and the like. 

The above-mentioned double bond and acid group containing cartoxyllc ester and/or carboxylic acid amide 
may be used singularly or in a mixture of 2 or more, depending on desired final physical properties of the cured 
film and its amount to be used may also be determined in the similar consideration. 

The double bond-containing polycarboxylk: ester having 2 to 10 acid groups in a molecule which is capable 
10 of forming a water-swelling alkali metal salt is regarded, in general, as an "acid oligomer" and, its homopolymer 
and/or a copolymer with higher contents of the acid oligomer has a high cross-linking density. Its alkali metal 
salt also has the characteristics of swelling with water absorption. 

As in the case of the above-mentioned acid monomer, a preferred double bond-containing group in this 
Instance is a methacryloyl or acryloyi group in view of their higher radiation-curing ability. 
IS Also, the same concept is applicable to the acid group which is capable of forming an alkali metal salt Examples 
of such acid groups are carboxyl groups, sulfonyl groups and phosphoryl groups and the like but carboxyl is 
rather popular. While the number of the acid group used actually In the applicatton for the present invention 
ranges from 1 to 10, the number has to be determined by the molecular weight of the acid oligomer but it is 
practical to adopt 2 to 6 for the acid oligomer to be economically synthesized. The acid oligomer is so-called 
20 polyfunctional wherein the number of double bonds (number of functional groups) in a molecule is more than 
2. The starting acid oligomer having 2 to 6 functional groups is used in many cases. 

The acid oligomer is synthesized through a reaction of an epoxy-acrylate or methacrylate obtainable by 
ring-opening esterif toation of a poly-epoxy compound and an acrylic acid or methacrylic acid as starting ma- 
terials, with a cyclic acid anhydride to introduce a carboxyl group. 
25 The epoxy-(meth)acrylates includes aliphatic epoxy-(meth)acrylates such as neopentyl glycol diglycidyl 
ether-(meth)acrylic acki additives, 1,6-hexanediol diglycidyl ether-(meth)acrylic acid additives, trimethylol 
propane triglycidyl ether-(meth)acrylic acid additives, and the like; aromatic epoxy-acrylates such as bisphenol 
Aglycidyl ether-(meth)acrylic acid additives, epoxyphenolnovolak-(meth)acrylic acid additives, phthalic acid 
glycidyl ether-(meth)acrylic acid additives, and the like. 
30 The cyclic acid anhydride to be used for the purpose of introducing a carboxyl group into the epoxy- 
acrylate, may Include succinic anhydride, maleic anhydride, dodecynyl succinic anhydride, phthalic anhydride, 
trimellitto anhydride, tetrahydrophthalic anhydride, hexahydrophthalic anhydride and the like. The products 
thus created are pendented In a half-esterified form of hydroxyl groups in the epoxy-acrylate by the act of the 
acid anhydride. 

35 The double bond-containing carboxylic ester having one or more acid groups may be used singularly or 
in a mixture of more than 2 types. The volume of application Is determined depending upon the performance 
required for the ultimate physical properties of cured film but further studies shall be made to seek an appro- 
priate volume in consideration of the mixing ratio as againstthe above-mentioned monomer so thatthe removal 
with an aqueous alkali solution according to the present invention may be much easier. Taking this point in 

40 terms of acid value, the mixing ratio and mixing volume must be determined so thatthe acid value of the whole 
vehicle may be from 5 to 100, preferably in the range of 20 to 50. 

The water-repellent fluorinated double bond-containing carboxylic esters wherein the fluorine component 
in the (co)polymer is oriented on the surface of the (co)polymer molecule include fluorinated alcoholic residue- 
containing esters such as trifluoroethyl (meth)acrylate, tetrafluoropropyl (meth)acrylate, octafluoropentyl 

45 (meth)acrylate, heptadecafluorodecyl (meth)acrylate and the like as well as fluorinated macromers wherein 
the base chain has a fluorine group and the side chain is pendented with an acryloyi group, such as UNIRE- 
SIN^ series products manufacturered by Shin-Nakamura Kagaku Kogyo K.K., Japan. 

These double bond-containing fluorinated carboxylic acid esters form a film wherein the fluorine compo- 
nents in these double bond-containing fluorinated carboxylic esters are oriented on the surface thereof, to give 

so the film water-repellency, chemical resistance and soil resistance. Furthermore, the film has the effect of fa- 
cilitating infiltration of an aqueous alkaline solution along the interface between the cured ink film and the base 
since polar groups are pushed toward the base. 

The double bond-containing fluorinated carboxylic acid ester is combined In the range of 1 to 20 parts by 
weight per 100 parts of vehicle, and preferably 3 to 1 0 parts or so. 

55 In cases where the volume of the double bond-containing fluorinated carboxylic ester is insufficient, the 
chemical resistance, repellency and soil resistance of the ink surface is adversely affected, thus making it dif- 
ficult to maintain the value of the printed product at the distribution stage. In cases where it is excessive, the 
Ink has deteriorated reooating ability which makes multi-color printing diff toulL Since such ink will be too water- 
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repeiient, it is much detrimental to the infiltration of an aqueous alkaline solution for ink removal, thus lowering 
work efficiency. 

In the case of the block copolymer made of a fluorinated alky! group-containing polymer segment and a 
(meth)acrylic polymer segment (fluorine block copolymer), the acrylic copolymer segment Is dissolved, on the 

5 contrary, in the radiation-curing vehicle, taking advantage of high degree surface orientation of the f luoro group 
contained in the niolecule and eventually caught firmly within the hardened substance after curing. Therefore, 
the cured film will get durable water-repellency, chemical resistance, soil resistance and abrasion resistance 
and, concurrentiy, the polar group in the vehicle is condensed at the side of the base, thus Improving the effect 
on Infiltration of an aqueous alkaline solution along the interfece between the hardened film and the base. 

10 On the (meth)acrylic polymer segment contained in the fluorinated block copolymer, various functional 
groups such as an amino group, alkylamino group, epoxy group, hydroxyl group, carboxyl group etc. can be 
introduced by selection of (meth)acrylic monomers. The fluorinated block copolymer carrying those functtonal- 
groups can be optionally selected and utilized depending upon the physical properties required for the film 
product When the acid group capable of forming an alkali metal salt, like a carboxyl group, is included, the 

IS application volume is limited in the range of acid values such as from 5 to 100. otherwise It may affect the ackJ 
value of the vehicle mixture. 

These fluorinated block polymers are, for example, Modiper series products manufacturered by NIhon 
Yushi K.K., Japan. The actual applicatton volume of the fluorinated block polymer is 1 to 10 parts by weight 
per 100 parts by weight of the vehicle mixture, but preferably about 3 to 7 parts. A predetermined volume of 

20 the fluorinated block polymer is dissolved in double bond-containing monocarboxylic esters and/or amides 
which will ultimately constitute the vehicle composition followed by addition to the vehicle. 

The block copolymer consisting of a siloxane group-containing polymer segment and a (meth)acrylic poly- 
mer segment (silicon block copolymer) can be used since it Indicates good surface orientation. This silicon block 
copolymer is capable of affording not only water-repetlency but also detachment ability from mold and abrasion 

25 resistance as it indicates better surface orientation similar to those of the fluorine block copolymer. Although 
the water-repellency of the silicon block copolymer is not strong as that of the fluorine block copolymer, it has 
excellent abrasion resistance, and the cured Ink film using it has a special feature that prevents any scratches 
during distribution processes of the printed products. Furthermore, it will be effective for the removal of the 
film with an aqueous alkaline solution as Intended by the present invention. 

30 In the case of the silicon block copolymer, various polar groups as mentioned above can be Introduced 
into a (meth)acrylic polymer segment by selecting a (meth)acryllc monomer. These may be optionally selected 
and used depending upon the physical film properties ultimately required. 

The silicon block copolymers are, for example, Modiper-FS™ series products manufacturered by Nihon 
Yushi k.k., Japan. 

35 The application volume thereof is in the range of 0.05 to 10 parts by weight in 100 parts of the vehicle mixture 
but preferably 1 to 5 parts by weight under normal circumstances. While It is somewhat inferior in water-repel- 
lency to the fluorine block-oopolynrter, an Increase In the volume Is not necessary to make It up. Instead, it is 
desirable to avoid possible deterioration of recoating ability when using a bigger volume. 
A predetermined volume of this block silicon copolymer is dissolved in double bond-containing monocarboxylic 

40 esters and/or amides which will ultimately constitute the vehicle composition followed by addition to the vehicle. 
The fluorine block copolymer and/or silicon block copolymer can be used in combination with the double 
bond-containing fluorinated carboxyllc ester in a composition comprising either two or three of them. In such 
a case, a synergetic effect including an excellent water-repellency possessed by the silicon compound and an 
excellent abrasion resistance possessed by the silicon block copolymer can be obtained upon combining them 

45 but in such a combination, the volume of the fluorine compound shall be 2 to 4 times of that of the silicon block 
copolymer so that the intended purpose may be satisfied to the best extent In the case of such a combinatk)n. 
the overall application volume may be 1 to 10 parts by weight per 100 parts of vehicle, nfK>st preferably In the 
range of 3 to 7 parts by weight 

The double bond-containing polycarboxylic esters refer to compounds having two or more double bonds 

50 and sold commercially as conventionally called a "polyfunctional monomer" or a "polyfunctional oligomer". Typ- 
ical of those polyfunctional monomers are dihydric alcohol di(meth)acrylates such as ethylene glycol di- 
(meth)acrylate, triethylene glycol di(meth)acrylate, tripropylene glycol di(meth)acrylate, 1,4-butanedio) di- 
(meth)acrylate, 1.6-hexanedio] di(meth)acrylate, neopentyl glycol di(meth)acrylate. hydroxypivalic acid neo- 
pentyl glycol di(meth)acrylate, ethylene oxide(EO)-modified bis phenol A di(meth)acryl ate, dicydopentanyl di- 

55 (meth)acrylate and the like, trihydric alcohol tri(meth)acrylates such as trimethytol ethane tri(meth)acrylate, 
trimethylol propane tri(meth)acrylate, glycerine tri(meth)acrylate, tris[(meth)acryloxyethyl]isocyanurate and 
the like; polyhydric alcohol (meth)acrylates such as pentaerythritol tetra(meth)acrylate, ditrimethylol propane 
tetra(meth)acrylate, dipentaerythritol hexa(meth)acrylate and the like. The polyfunctional monomer can be al- 
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lowed to dcontain partially unesterif ied hydroxy groups upon esterif ication of trihydric or poiyhydric alcohols 
with (meth)acrylic acids. It can be also allowed to have hydroxy groups produced upon ring-opening esterifh 
cation of epoxy groups with (meth}acryllc acids. 

The polyfunctional oligomers are oligomers excluding the double bond-containing linear polyester oligo- 
5 mers and/or polymers set forth in Claim 1 . Typical of those polyfunctional oligomers are epoxy (meth)acrylate, 
urethane (meth)acrytate, polyester (meth)acry]ate, polyether (meth)acrylate, polybutadiene (meth)acrylate, 
etc. 

Among epoxy (met h)acry late, most conventional examples are a bisphenol-type compound of the formula 

(1): 

10 

R OH CH3 OH R 

(1) 

wherein n is 1 to 4 and R Is H or CHa, and 
20 those wherein the bisphenol skelton is substituted with bisphenol A, bisphenol F, bisphenol S or the like in the 
aforementioned formula (1). A phenolnovoiak-type epoxy (meth)acrylate having the folumula (2): 



25 f T OH R 



30 



40 



45 



50 



55 



CH2=C-OOCH3fcCH3i2O^0_CH. _|^c 



ofcaafe-oocxxsb ^ ^ 

I f 

OH R 



wherein ni8lto4andRisHor CH3, can be used. 
35 The oligomers include aliphatic epoxy (cneth)acrylates such as epichlorohydrin-modified (poly)alkylene 
glycol di(nieth)acrylates and epoxylated soy bean oil (nieth)acrylates, alicydic epoxy (meth)acrylates such 
as a compound of the formula (3): 



C3fe=C-C0O-jJj- CHjOOC-R, -OOOOfe -0- OJXXMz (3) 
HO OH 

wherein R is H or CHj and Ri is a residue derived from dicarboxylic compounds by exclusion of -COOH groups 
therefrom, depending on demand. 

The urethane (meth)aaylate Indudas a compound having the formula (4): 



R OH HO R 

afe=c-a»- X -|- oS-N-R, -N-00- X j- oooi=ab 

wherein n is 1 to 4, R is H or CH3, R2 is a residue derived from diisocyanates by exclusion of -NCO groups 
therefrom, and X is a reskJue derived from polyols by exclusion of OM groups therefrom, etc. 

In the formula (4), the isocyanates include aromatic diisocyanates such as triiene diisocyanate, 4,4-dlphe- 
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nylmethane diisocyanate, xylylene diisocyanate and the like, aliphatic diisocyanates such as hexamethylene 
diisocyanate. trimethyl hexamethylene diisocyanate and the like, alicydic diisocyanates such as isophorone 
diisocyanatet methylene bls(4-cyciohexytisocyanate) and the like and the polyols Includes glycols such as 
ethylene glycol, propylene glycol, 1,4-butanedlol, 1,6-hexanediol, polyglycol ethers, bisphenol ethers such as 
5 ethoxylated bisphenol A and the like, spiro glycol, caprolactone-modif led diols, carbonated diols and the like. 

The urethane (meth)acrylate can be selected from those sold commercially and synthesized by metha- 
crytating or acrylating the terminus of a urethane prepared by combination of the diisocyanate with the polyol. 

The polyester (meth)acrylate is a compound of the formula (5): 

10 

CH2=C-O00-|^ 0-X-OCO-Y-CO -4— CX- OCoUhz 

IS 

wherein n is 1 to 5, R is H or CH3, Ri Is H or CH2=C(R)C00-, X Is a residue derived from polyols by exclusion 
of OH therefrom, Y is a residue derived from dicarboxylic compounds by exclusion of -COOH groups therefrom, 
and the like. A number of such compounds are commercially available and can be selected from those known 
in the art, depending on requirements. 

20 The polybutadiene (meth)acrylates include those synthesized by methacrylating or acrylating liquid poly- 
butadiene having at least two terminal hydroxy! groups, compounds wherein the hydroxyl group is coupled with 
a (meth)acrytic ester having a hydroxyl group through a diisocyanate. Typical of those are commercially avail- 
able chemicals such as Quinbeanv101^ (Nippon Zeon, Japan), TE™ resins (Nippon Soda, Japan), and Ml- 
KERON NU-A"^ (Hayakawa Rubber. Japan). 

25 The purpose of using the polyfunctional ntonomer and/or oligomer is to create three-dimensional cross- 
linking when polymerizatk3n is conducted with radiation and to afford film hardness, gloss, water-tightness, 
chemical resistance and abrasion resistance. 

The above-mentioned polyfunctional monomer and/or oligomer may be used independently but in many 
cases a mixture including two or more types is added as the vehicle component. The application volume is 

30 determined in consideration whether the cross-linking density during the curing process Is satisfactory in ad- 
dition to the other consideration on physical properties thereof such as solubility, and viscosity as well as the 
other vehicle Ingredients. Further, in accordance with the intended purpose, adjustment of acid values of the 
vehicle mixture will also be one restriction condition on the determination of application volume in order to ach- 
ieve the elimination with alkali (which is the very subject of the present invention). In normal cases, 5 to 20 

35 parts by weight per 100 parts of fthe vehicle mixture is used but In case of excessive application, removable 
stress may occur due to cross-linking contraction during a curing process and the ability of adhering to the 
base may be hampered. 

The radiation-curing double bond-containtng monocarboxylic acid ester and/or amide is a '*nrK)nofunctional 
monomer" which has a single radiation-curable double bond in a single molecule among the so-called mono- 

40 mors contained in the radiation-curing type resin compositions, which is used mainly as a diluent to adjust vis- 
cosity in the composition. A number of monofunctional monomere are known in the art. Typical of those mono- 
functional monomere are 2-ethylhexyt (meth)acrylate, cyclohexyl (meth)acrylate. dicyclopentanyl 
(meth)acrylate, benzyl (meth)acrytate, phenoxyethyl (meth)acrylate, tolyloxyethyl (meth)acrylate, ethoxye- , 
thyl (meth)acrylate, ethylcarbitoi (meth)acrylate. isobornyl (meth)acrylate. methoxypropylene glycol 

45 (meth)acrylate, acryloytmorpholine, N-vinylpyrrolidone, N*vinylcaprolactam, N,N-diethylaminoethyl 
(meth)acrylate, t-butylaminoethyl (meth)acrylate, and the like. 

Furthermore, the adhesiveness of the monofunctional nionomer Is remarkably improved in cases it in- 
cludes a polar group such as a hydroxyl group, epoxy group, phosphoric ester group and the like in its nrK)lecule, 
which may be utilized to the extent not to deteriorate water-tightness in the present Invention. 

so Such monofunctional monomers include 2-hydroxyethyl (meth)acrylate, 2-hydroxypropyl (meth)acrylate, 
3-butoxy-2-hydroxypropyl (meth)acrylate, caprolactone-modified 2-hydroxyethy1 (meth)acrylate, 3-phenoxy- 
2-hydroxypropyl (meth)acrylate, glycidyl(meth)acrylate. EO-modified butoxylated phosphoric acid 
(meth)acrylate, etc. 

These monofunctional monomere are applied alone or in admixture with two or more components. The 
55 amount of monomer can vary between 5 and 40 parts per 100 parts of the ink vehicle. The viscosity may be 
conventionally controlled between 10 and 30 parts of the monofunctional nrionomere. 

The aforementbned ink vehicle components are mbced in the desirable ratio determined through experi- 
ments to produce Ink vehicles. The composition ratio is determined by adjusting the acid value from about 5 
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to 1 00 in order to achieve the prime purpose of the present invention which is to remove with an aqueous at- 
kaiine solution. In producing the ultraviolet-curing type ink by using the vehicle so obtained, a photopolymer- 
Ization initiator, a photosensitizer, an organic and/or Inorganic pigment and other additives can be added, but 
in case of applying EB (electron beam) curing, the photopolymerizatlon initiator and the photosensltlzer are 
5 not necessary. 

A number of photopolymerizatlon initiators which can be used In ultraviolet- Initiated polymerization are 
known in the art. Typical of those available Initiators Indude benzophenone, diethoxyacetophenone, 1-hydrox- 
ycydohexyl phenyl ketone, 2*methyl-(4-methylthiophenyl)-2-morpholinopropan-1-one, benzoylalkyl ether, 
benzil, benzildimethylketal, camphorquinone. 2-ethylanthraquinone, methyl benzoylbenzoate, 4-pheny1ben- 

10 zophenone, 3,3'-dlmethyl-4-methoxy benzophenone, thioxaneson, 2,4-diethylthloxanthone, methyl phenyl- 
glyoxylate, benzoylphosphlne oxide, 1-trimethylbenzoy1diphenylphosphlne oxide, etc. 

Typical of known photosensitizers are triethanolamlne, methyldiethanolamlne, triisopropanolamine. 4,4'- 
diethylaminobenzophenone, ethyl 4-dimethylaminobenzoate, n-butoxyethyl 4-dimethylaminobenzoate, isoa- 
myl 4-dimethylaminobenzoate, etc. 

15 The above-mentioned photopolymerizatlon initiator may be used alone but, in many cases, its photopoly- 
merizability is improved in a combined use with the photosensitizer. The most suitable photo-polymerization 
Initiator and photosensitizer can be selected depending upon the vehide composltton to be applied. The stan- 
dard applicable to such selectk>n is curing speed, coloratton during curing processes, existence of combined 
use of pigment, strength of odor after curing and the like, which is modified upon studies reflecting respective 

20 purposes. The application amount can range from 1 to 20 parts by weight for the photo-polymerization Initiator 
and photosensitizer respectively as against the ink vehicle as a whole but it is not preferable to use a large 
amount in view of the resultant effect that the molecule weight will not increase and the strength of the cured 
fam will deteriorate and undesirable strong odor will be generated though curing progress will get accelerated. 
The most preferable application range is 2 to 10 parts by weight in combination use of both of them. In such 

25 case, the amount ratio between the photopolymerizatlon initiator and photosensitizer to be required varies de- 
pending upon the type and composition of the vehide available. Also, in the case of the ink which includes an 
additional coloring pigment described below, the sakJ ratio has to be changed reflecting the unique ultraviolet 
absorption ability of the pigment. 

The pigment Is roughly classified into an organic pigment and an inorganic pigment according to the chem- 

30 ical composition. It can be also dassif led into a colored pigment and a colorless pigment (extender) In view of 
the application. With reference to radiation-curing, the roie of the end use dassif ication is more important 

Among the colored pigments, the Inorgante pigments include white pigments such as white lead, zinc oxide, 
zinc sulfide, titanium dioxide and the like, blue pigments such as ultramarine blue, iron blue, cobalt blue and 
the like, green pigments such as chromium oxide, pyridium, chrome green and the like, chrome yellow, titan 

35 yellow. Iron oxide yellow, molybdate orange, cadmium pigments, yellow to red pigments such as red oxide, 
black pigments such as Iron black, titan black, carbon black and the like, metal pigments such as aluminium 
powder and bronze powder, pearl pigments such as mica. However, there are many types of Inorganic pigment 
which can not be used for sanitary reasons. 

Thus, a harmless one is selected from the above-mentioned pigments. The organic pigments indude monoazo- 
40 pigments, diazo-pigments, condensed azo-plgments. indanthrone pigments, Indigo pigments, thioindigo pig- 
ments, quinacrkJone pigments, phthalocyanine pigments, dioxazine pigments, isoinddinone pigments, pyrro- 
lopyrrole pigments and the like. 

It is desirable to select the pigment with fast color having strong light resistance In compliance with the radiation 
curing method. 

45 The application amount of the above pigments varies depending on the Intended color depth but in most 
cases itfalls in the range of 0.5 to 50 wt%. While the amount Is restricted by coloring strength, being the pigment 
specificity. It ranges from 1 5 to 40 wt% in the case of titanium dioxide (representative white pigment), and from 
3 to 6 wt% in the case of carbon black (black pigment). In the case of an organic pigment, 3 to 10 wt% is de- 
sirable In order to attain distinct color and 4 to 6 wt% is desirable when curing Is conducted with ultraviolet ra- 

50 diatton. Generally speaking, the vehide mixture redted in Claim 1 has better dispersing ability since It contains 
many polar groups like a cart)oxyi group. However, in order to achieve still better coloration, a large anfK)unt of 
pigment is combined with the vehtole containing a small amount of pigment dispersing agent, thus creating a 
condition physically susceptible to crushing pressure by utilizing improvement in the viscosity owing to its oil 
absorption, followed by sufficiently kneading with the conventional medium dispersing equipment in the col- 

55 oring material production Industry, such as a ball mill or roll mill. When the ink is composed by mixing, the re- 
sultant dispereed pigment (toner) In a high concentration is adjusted with the additional vehide to meet the 
predetermined pigment density. 

For the radiation-curing type ink component employed in the present invention, which is detachable with 
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alkali, various colorless pigments (extenders) may be utilized for the purpose of maintaining the special feature 
as a printing ink such as viscosity, fluidity and thlxotropy, of maintaining and Increasing ink thickness, and of 
affording contraction buffer while curing, surface dull-finishing, and slipperiness, as well as of improving film 
strength. The popular extenders Include Inorgank: types such as talc, kaolin, silica, precipitated barium sulfate, 
5 precipitated calcium carbonate, alumina white, white carbon and the like, and waxes such as polyethylene wax, 
polypropylene wax, polyfiuorinated polyethylene wax and the like, and fine powders of artificial and/or natural 
polymere such as a polyamlde resin, polyimide resin, meiamlne resin, or benzoguanamine resin, cellulose, col- 
lagen and the like. 

The anfK>unt of those pigments may be optionally determined in compliance with the respective purposes. A 
10 surfacer (leveling agent) and/or defoamer (anti-foaming agent) may be included In the radiation-curing type 
ink composition according to the present invention which is detachable with alkali In order to adjust the finishing 
condition of the cured film. These agents shall be selected from the various types of surfacers and defoamers 
available in the market through experiments as to whether they are well melted in the vehicle composition 
and provide surface smoothness. Application types or amounts thereof never impose a restriction on the cen- 
ts tents of the ink composition according to the present invention, and they may be determined from time to time, 
but normally as a total volume of the surfacer and/or defoamer, they are used at 0.5 to 5 wt% per overall volume 
of ink. 

In addition, an ultraviolet absorbing agent, a wetness-improving agent, an anti-oxidizing agent and the like 
may be employed as the case may be. 

20 The ink using the radiation-curing type ink composition according to the present invention which is detach- 
able with alkali is used mainly for a screen printing method but it may be applicable to other printing methods 
such as f lexography and gravure printing when it is adjusted to have less viscosity with the help of an organic 
solvent or a mixture thereof. 

The printings with the radiation-curing type ink having a renrK)vable nature by alkali on polyethylene ter- 

25 ephthalate resins can be easily removed by dipping it in an aqueous strong alkaline solution such as sodium 
hydroxide and potassium hydroxide for a short time and no drastic treatment such as hydrolysis of polyethylene 
terephthalate is required. For removal, there are several steps ranging from dissolving detachment to filmy de- 
tachment, which make it possible to attain the intended performance by controlting the volume ratio of (B), (C) 
and (D). In any case, selection of detachment conditions is determined consklering the method of waste treat- 

30 ment after removal but after detachment the polyethylene terephthalate resin can be recovered in a condition 
clean enough for regeneration and re-used through rather a simple method such as washing with water and 
drying. 

The method for printing letter, design, figure and the like with the above-mentioned printing ink includes 
a silk-screen printing method. In this method, in general, a silk-screen with the range of 254 to 330 mesh is 
35 normally utilized. A roughened surface of the plastic product may be preferably printed with the printing Ink. 

Further, the ultraviolet radiation on the printing surface with the printing ink containing the said radiation- 
curing resin vehicle Is conducted normally using a high pressure mercury-vapor lamp or metal halkle lamp and 
the like, wherein its wavelength is 200 to 450 nm or so. The integrated ultraviolet exposure is preferably in the 
range of 1 00 to 500 mj/cm^. Also, in the case of electron radiation, the radiatk>n volume is normally in the range 
40 of 1 0 to 1 00 KGy, preferably in the range of 30 to 60 KGy. 

The following working examples, preparation examples, and reference examples are intended to illustrate 
the invention in further detail and should by no means be construed as limiting the scope of the invention. 

Preparation Example 1 

45 

A double bond-containing oligomer and/or polymer which can be used in the following Working Examples 
Is prepared by urethane-acrylating the copolymerized polyester polyols of the following composition (1) with 
the following compositions (2): 

50 



55 
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(1) Copolymerized polyester polyol 





A 


B 


(Dicarboxytic acid components) 


Terephthalic acid 


30 


50 


Isophthalic acl 


30 


50 


urinopninaiic bciq 


40 




(Glycol components) 






Ethylene glycol 


55 


50 


Neopentyl glycol 


45 


50 


Molecular weight of copolymer 


1900 


3000 




(part by weight) 



(2) A double bond-containing oligormer and/or polymer 



(Copolymerized polyester polyol components) 


A-1 


B-2 


A 


100 




B 




100 


(Polyisocyanate components) 






Isophorone diisocyanate 


28 


27 


(Hydroxyl group-containing methacryilc or acrylic esters) 






Pentaerythritol triacryiate 




40 


2-Hydroxyethyl acrylate 


13 




Molecular weight 


2500 


3600 




(part by weight) 



Preparation Example 2 

A double bond and carboxyl group-containing carboxylic ester is prepared as follows: 

(a) 

Bisphenol A glycidyl ether (190.0 g, 190.0 epoxy equivalents), acrylic acid (75.0 g, 1.05 mol), dime- 
thyl benzylamine (2 g) and p-methoxyphenol (0.2 g) were placed in a flask equipped with a thermometer, 
stirrer and reflux condenser and dissolved homogeneously followed by heating to 80 ''C and standing for 
24 hours to afford an epoxy acrylate with 10.3 acid value. Then, the product was reacted with phthalic 
anhydride (140.6 g, 0.95 mot) and the mixture stood at 80^C for 5 houre to produce a bisphenol A epoxy 
acrylate-phthalic ester (viscous pale yellow product, 130.7 add value), 
(b) 

Epoxy novolak resins (190.0 g. 190.0 epoxy equivalents), acrylic acid (75.0 g. 1.05 nrwl), tetramethy- 
lammonium chloride (2.0 g) and p-methoxyphenol (0.2 g) were placed in a container similar to the above 
(a) and dissolved homogeneously followed by heating to 80°C and standing for 24 hours to afford an epoxy 
acrylate with 10.5 acid value. Then, the product was reacted with succinic anhydride (95 g, 0.95 mol) and 
the mixture stood at 80 for 5 hours to produce an epoxy novolak acryiate-succinic ester (viscous pale 
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yellow product, 145.2 acid value), 
(c) 

Glycerine triglycidyl ether (150.0 g, 150.0 epoxy equivalents), acrylic acid (75.0 g, 1.05 mol), tetrabu- 
tylphosphonium bromide (2.0 g) and p-methoxyphenol (0.2 g) were placed in a container similar to the 
5 above (a) and dissolved homogeneously followed by heating to 80 X to afford an epoxy acrylate with 9.5 
acid value. Then, the product was reacted with hexahydrophthalic anhydride (145 g, 0.95 mol) and the 
mixture stood at 80 ''C for 5 hours to produce a glycerine epoxy acrytate-hexahydrophthaiic ester (viscous 
pale yellow product, 141.3 acid value). 

10 Reference Example 1 

The double bond>containing oligomer obtained in Preparation Example 1 , B-l (24.4 g), an aliphatic ur- 
ethane acrylate (7.8 g), a fluorine macromer (25.7 g), monoacryloyloxyethyl phthalate (6.3 g). the bisphend 
Aepoxy acrylate-phthalic ester obtained in Preparation Example 2, (a) (3.2 g), trimethylol propane triacrylate 
IS (2.0 g), phenoxyethyl acrylate (14.2 g), and acryloylmorpholine (16.4 g) were mbced to give a vehicle mixture 
with 17.6 acid value. 

One hundred parts of the vehicle were admixed with 15 parts of mistrone vapor talc, 10 parts of benzildi- 
methyl ketal, 5 parts of dimethylaminobenzoic acid ethyl ester, 3 parts of polyethylene wax powders and 1 
part of a surfacer, BYK-306^ (Byk-Mailinckrodt Chemische Produkte GmbH) and 0.1 part of a thermal poly- 
20 merization inhibitor, phenothlazine and the mbcture was treated by a roll mill to produce a colorless ink with 
dispersion particle sizes of less than 5 micros. 

Working Example 1 

25 An untreated polyethylene terephthalate sheet was screen printed with the ink obtained In Reference Ex- 
ample 1 by means of a 300 mesh Tetron^ screen and the printed product was radiated with a 120 W/cm metal 
halide lamp to the extent of integrated ultraviolet exposure of 200 mj/cm^ to obtain a cured f am. The film so 
prepared did not show any sign of exfoliation at a peel-off test with a cellulose adhesive tape but it showed 
dose adhesion to the base. 

30 When the cured film prepared under the same condition was kept in a 2% aqueous solution of sodium hy- 
droxide at 70 for 20 minutes, the cured film detached in filmy form and no trace of prints was observed on 
the polyethylene terephthalate base. 

Reference Example 2 

35 

The double bond-containing oligomer obtained in Preparation Example 1 , B-2 (1 77 g) was dissolved in 118 
g of phenoxyethylacrylate, and the resultant solution was mixed with a pigment disperser (1.5 g, SOL- 
SPERSE™ 24000/SOLSPERSE™ 5000=4/1 . manufactured by ICI, Great Britain), followed by addition of He- 
liogen Blue-L-7080^ (manufactured by BASF). The mixture was kneaded extensively with a roll mill to produce 

40 toners with dispersion particle sizes of less than 5 micron. 

The toners thus obtained (41.6 g) were well mixed with dipentaerythritol hexaacrylate (8.4 g), trimethylol 
propane triacrylate (4.6 g), trimethylol propane triepoxy-acrylate (4.6 g), monoacryloyloxyethyl phthalate (8.7 
g), the glycerine epoxy acrylate-hexahydrophthalic ester obtained in Preparation Example 2, (c) (2.2 g), octa- 
f tuoropentyl acrylate (8.8 g), and acryloylmorpholine (21 .0 g) to give colored ink vehides (with 21 .5 acid value). 

45 One hundred parts of the colored ink vehicle were admixed with 3.0 g of a photopoiymerization initiator, 
diethylthioxanthone, 3.0 g of a photosensitizer, isoamyl 4-dimethylaminobenzoate, 35 g of precipitated barium 
sulfate, 3 g of f luorinated polyethylene wax, 2 g of a surfacer (VERSA-FLOW BASE^ manufactured by Shanv 
rock Chemicals Corp.), 0.04 g of a thermal polymerization inhibitor, (vmethoxyphenol and well mbced by stirring 
followed by kneading by a roll mill to give a homogenous blue ink. 

50 

Working Example 2 

An untreated polyethylene terephthalate sheet was screen printed with the ink obtained in Reference Ex- 
ample 2 in the same manner as described in Working Example 1 and the printed produd was radiated with a 
55 120 W/cm metal haiide lamp to the extent of integrated ultraviolet exposure of 300 mj/cm^ to obtain a cured 
film. The film so prepared did not show any sign of exfoliation at a peel-off test with a cellulose adhesive tape 
but it showed close adhesion to the base. 

When the cured film prepared under the same condition was kept in a 2% aqueous sdution of sodium hy- 
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droxide at 70 °C for 20 minutes, the cured film detached in filmy form and no trace of prints was observed on 
the polyethylene terephthalate base. 

Reference Example 3 

5 

The double bond-containing oligomer obtained in Preparation Example 1, B-1 (14.2 g), an aliphatic ur- 
ethane hexaacrylate (4.9 g), a fluorine macromer (5.9 g), monoacryloyioxyethyl succinate (4.5 g), the epoxy 
novolak acrylate-succinic ester obtained in Preparation Example 2, (b) (2.5 g), trimethylol propane triepoxy- 
acrylate (3.9 g), tolyloxyethyl acrylate (3.9 g), phenoxyethyl acrylate (9.4 g), and acryloylmorpholine (9.8 g) 

10 were mixed to give an ink vehicle mixture with 25.8 acid value. 

A pigment dispersing agent, Disperbyk-110^ (0.5 g, manufactured by Byk-Mallinckrodt Chemische Pro- 
dukte GmbH) was added to the ink vehicle mixture and the resultant mixture was mixed honrK)geneously by 
stirring. Then, 30.0 g of titanium oxide, TIPAQUE CR-580^ (Ishihara Sangyo K.K., Japan), 6.0 g of a photo- 
polymerlzatton initiator acylphosphine oxide, 2.0 g of fluorinated pdyolefin wax. 1.5 g of a surfacer, VERSA- 

IS FLOW BASE™ (manufactured by Shamrock Chemicals Corp.), 1 .0 g of a defoamer, AQUALEN N™ (manufac- 
tured by Kyoeisha Yushi K.K., Japan), and 0.04 g of a thermal polymerization inhibitor, p-methoxyphenol were 
added to the mixture followed by stirring for a while and the product was kneaded by a roll mill to give an Ink 
with dispersion particle sizes of less than 5 microns. 

20 Working Example 3 

An untreated polyethylene terephthalate sheet was screen printed with the ink obtained in Reference Ex- 
ample 3 In the same manner as described in Working Example 1 and the printed product was radiated with a 
120 W/cm metal halide lamp to the extent of Integrated ultraviolet exposure of 300 mycm^ to obtain a cured 
25 film. The film so prepared did not show any sign of exfoliation at a peel-off test with a cellulose adhesive tape 
but it showed close adhesion to the base. 

When the cured film prepared under the same condition was kept in a 2% aqueous solution of sodium hy- 
droxide at 70 ""C for 30 minutes, the cured film detached in filmy form and floated in the solution. No trace of 
prints was observed on the polyethylene terephthalate base. 
30 The aqueous sodium hydroxide solutton phase was colorless and transparent 

Working Example 4 

A detachment test was conducted by dipping the ink obtained in the same manner as described in Refer- 
as ence Example 1 , In an alkaline solution. At the same time, a comparison was also carried out with the detach- 
ment characteristics of the prtor art Ink currently available in commercial use upon dipping it in an alkaline sol- 
utton. 

The following test samples were used: 
Vessel: 2.7 liter untreated polyethylene terephthalate vessel 
40 Weight 110 g. Printing area 150 cm^, Surface area 900 cm^ 

Ink: 0 Prior art ink (A) 

® Ink (B) obtained In the same manner as described In Reference Example 1 
Screen printing was conducted with the respective above-mentioned ink on the surface of a vessel body 
made of untreated polyethylene terephthalate, using a 350 mesh nylon screen, and then radiatton in the inte- 
45 grated amount of ultraviolet exposure, 1 50 mj/cm^, was applied by means of a 1 20 W/cm metal halide lamp to 
form cured films. The said respective film did not show any sign of exfoliation at the peel-off test with a cellulose 
adhesive tape but it indicates good adhesiveness. Elimination test was conducted on the respective cured film 
prepared under the same conditk>n by dipping It In an alkaline solution according to the following procedures: 



Conditions 


Dipping sdutton 


Aqueous sodium hydroxide solution 






0.1% 


1% 


5% 




Dipping temperature 

Dipping term 


20«C 

1 min. 


SO'^C 
5 min. 


80»C 
20 min. 


50 min. 
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Items to be confirmed are detachment properties in the case of natural separation and rubbing elimination 
with a gauge. 

The evaluation on the detachment properties In the test Includes the results of natural detachment and 
rubbing elimination with a gauge, of the printed parts, as follows: 
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Evaluation 

@ Cocnplete natural detachment in a solution and no residual 

printed part thereon. 
O No residual printed part thereon after natural detachment 

and rubbing eliminatioi with a gauge 
A More than a half of printed parts thereai remains after 

natural detachment and rubbing elimination with a gauge 
A X Natural detachment takes place in part but merely less than " 

a half of printed parts is removed even after rubbing 

elimination with a gauge 
X No natural detachment takes place and only less than a half 

of printed p^arts is removed even with rubbing with a gauge 
X X Upon rubbing with a gauge, discoloration occura but no 

detachment of printed parts 
XXX Upon rubbing with a gauge, neither discoloration nor 

detachment of printed parts takes place 

Table 1 



Dipping soln. 



Temp. 


Term 


0.1? 


1?? 


5? 


A 


B 


A 


B 


A 


.AS-61 




1 min. 


XXX 


X X 


XXX 


X X 


X X 


X X 


5 min. 


XXX 


X X 


X X 


X X 


X X 


X X 


20 min. 


X X >( 


X X 


X X 


X X 


X X 


X X 


50 min. 


XXX 


X X 


X X 


Ax 


X X 


A 




1 min. 


XXX 


X X 


XXX 


X X 


X X 


X X 


5 min. 


XXX 


X X 


X X 


X X 


X X 


X X 


20 min. 


XXX 


X X 


X X 


Ax 


X X 


O 


50 min. 


XXX 


X X 


X X 


A 


X X 


® 




1 min. 


XXX 


X X 


X X 


X X 


X X 


X 


5 min. 


XXX 


AX 


X X 


O 


X X 


© 


20 min. 


A 


A 


A 


@ 


A 


© 




50 min. 


A 


A 


A 


© 


A 


© 



In the case of ink (B), complete natural detachment was ot)served in 5 to 20 minutes after dipping prints 
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in a 1% aqueous solution of sodium hydroxide at 80''C. 

Furthermore, It is possible to remove the printed part in a higher pH solution by extending dipping time 
even in somewhat lower temperature. 

5 Working Example 5 

The printed vessel was prepared in the similar manner as described in Working Example 4, using the same 
test sample as in the case of Working Example 4, and crushed to about 1 cm cubes to produce flaky test ma- 
terials (200 kg). 

10 As the next step, the detachment properties were determined in a refining process practically applied to 
the collected polyethylene terephthalate flakes. 

The refining process includes the following principle steps: 

(D Wind separation: Removal of paper and fine powders with a cyclone 

® Roat-and-sink separation: Gravity Separation in a water tank 
15 ® Cleaning with alkali: Dipping in a tank containing an aqueous solution of sodium hydroxide (pH 11.5 

12, 6,000 I) at 80°C for 10 and 20 minutes 

® Washing: Washing In a water tank for 20 minutes 

(§) Wind separation after drying 

©Finished product 
20 The results are summarized in Table 2. 



Table 2 

Ink (A) Ink (B) Ink (A) + Clear PCT 

100 ^ 100 % 7 % + 93% 

80 ke 80 Kb. 14 kg 186 kg 

10 min. - @ @ 

20 Diin. X © . 

® No observation of ink stained flakes 

X Co-existence of a number of ink stained flakes 



40 Reference Example 4 

The double bond-containing oligomer obtained In Preparation Example 1, B-1 (19.6 g), phenoxyethyl ac- 
rylate (19.7 g), totyloxyethyt acrylate (6.6 g), acryloylmorpholine (16.1 g), trimethytol propane trlepoxyacrylate 
(6.6 g), 6 functional group-containing urethane EBECRYL™ (8.2 g, manufactured by DAICELUCB Co., Ltd), 

45 monoacrytoyloxyethyl phthalate (7.2 g), the bisphenol Aepoxy acrylate-phthalic ester obtained in Preparation 
Example 2, (a) (2.0 g), and the block copolymer solution (14.0 g) which is prepared by mixing and dissolving 
acryloylmorpholine (71.0 wt%). a fluorine block copolymer, Modiper F600™ (20.5 wt%, Nippon Yushi K.K., Ja- 
pan) and a silicon block copolymer, Modiper FS700™ (8.5 wt%. Nippon Yushi K.K.. Japan), were mbced by stir- 
ring to give homogeneous vehicles with 17.9 acid value. 

50 Then, a pigment disperser, Anti-Terra-U™ (0.2 g, manufactured by Byk-Mallinckrodt Chemische Produkte 
GmbH) and p-methoxyphenol (0.05 g) were dissolved in the vehicle (92.0 g) in advance, followed by dispersing 
Raven 450"^ (1.5 g, manufactured by Columbian Chemicals Co.), Raven 1350™ (1.5 g, manufactured by Co- 
lumbian Chemicals Co.) and Titan Black 108™ (5.0 g, manufactured by Mitsubishi Material K.K., Japan) and 
kneading by a roll mill extensively to afford coloring vehicles with dispersion particle sizes of less than 5 mi- 

55 crons. 

To 96.5 g of the coloring vehicle were added 2.0 g of a f luorinated polyolef in wax, 0.5 g of a surfacer, BYK- 
306™ (manufactured by Byk-Mallinckrodt Chemische Produkte GmbM) and 1.0 g of a defoamer. Aqualene™ 
(manufactured by Kyoeisha Yushi K.K., Japan), and the resultant mixture was stirred extensively by a dissolver 
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to produce a black ink for EB curing. 
Working Example 6 

5 An untreated polyethylene terephthalate sheet was screen printed with the black ink thus obtained by 
means of a 330 mesh screen and the printed ink was cured in 6 Mrad (165 KV, 3.2 wA, 10 m/min.) with an EB 
radiation device, CB250/15/180™ (manufactured by Iwasaki Denki K.K., Japan) to form a tack-free cured coat- 
ing film. 

The film so prepared did not show any sign of exfoliation at a peel-off test with a cellulose adhesive tape but 
10 it showed close adhesion to the base. 

When the cured film was dipped in a 5% aqueous solution of sodium hydroxide at 80 ""C for 5 minutes, the 
cured film detached in filmy form completely from the base. Neither trace of prints nor any sign of erosion by 
an aqueous alkaline solution was observed on the polyethylene terephthalate base. 

15 

Claims 

1. A printed thermoplastic resin product which is (I) painted with a radiation-curing type printing ink which 
comprises 

20 (1) a vehicle mixture containing: 

(A) an ingredient selected from the group consisting of a skeletal linear polyester oligomer having 
1 to 10 double bonds in a molecule and a polymer of said oligomer, 

(B) an ingredient selected from the group consisting of a double bond-containing carboxylic acid 
wherein the acid has at least one acidic group which is capable of forming a water-soluble alkali 

2S metal salt in a nrK)lecule, a carboxylic ester of said acid and a carboxylic amide of said acid, 

(C) a double bond-containing polycarboxylic ester, having 2 to 10 acidic groups which are capable 
of forming an alkali metal salt which is capable of swelling with water absorption, 

(D) an Ingredient selected from the group consisting of a f luorinated double bond-containing car- 
boxylic ester wherein the fluorine component is oriented on a surface of a coplymer or polymer to 

30 give water-repellency, a block copolymer which comprises a surface-oriented and water-repellent 

f luorinated alkyi group-containing polymer segment and a (meth)acrylic polymer segment, and a 
block copolymer which comprises a surface-oriented and water-repellent siloxane group-containing 
polymer segment and a (meth)acrylic polymer segment, 

(E) a double bond-containing polycarboxylic ester, 
35 and 

(F) an ingredient selected from the group consisting of a double bond-containing monocarboxylic 
ester and its amide, wherein the acid value of the vehicle mixture is from 5 to 100, and 

(2) 0 to 20 parts by weight of a photopolymerization Initiator, 

(3) 0 to 20 parts by weight of a photosensitizer, 

40 (4) 0 to 50 parts by weight of an organic and/or inorganic pigment to 1 00 parts by weight of the vehicle 

mixture, 

and (II) treated with radiatton on the printed surface thereof to cure the printing ink. 

2. The thermoplastic resin product according to claim 1, wherein the thermoplastic resin product is a poly- 
45 ethylene terephthalate product, if desired, with a roughed surface for printing. 

3. The thermoplastic resin product according to claim 1, wherein the thermoplastic resin product is a con- 
tainer for cosmetics and toiletries, for liquid seasonings, for drinks, for medicine or for liquid detergents. 

^ 4. The thermoplastic resin product according to daim 1 , wherein the Ingredient (D) is a water-repellent f lu- 
orinated double bond-conteining carboxylk: ester wherein the fluorine component In the copolymer is ori- 
ented on a surfece of the copolymer molecule. 

5. The thermoplastic resin product according to claim 4, wherein the carboxylic ester is a fluorinated alco- 
holic residue-conteining ester or a fluorinated macromer wherein the base chain has a fluorine group and 

^ the side chain is pendented with an acrytoyi or methacryloyi group. 

6. The thermoplastic resin product according to daim 4, wherein the carboxylic ester is selected from the 
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group consisting of trifluoroethyl (meth)acrylate, tetrafluoropropyl (meth)acrylate, octafluoropentyl 
(meth)acrylate, and heptadecafluorodecyl (meth)acrylate. 

7. The thermoplastic resin product according to claim 6, wherein the carboxylic ester is present in the range 
of 1 to 20 parts by weight per 100 parts of the vehicle mixture. 

8. The thermoplastic resin product according to claim 1, wherein the ingredient (D) is a block copolymer 
which comprises a surface-oriented and water-repellent fluorinated alkyi group-containing polymer seg- 
ment and a (meth)acryllc polymer segment 

9. The thermoplastic resin product according to claim 8, wherein the block copolymer Is present in the range 
of 1 to 10 parts by weight per 100 parts of the vehicle mbcture. 

10. The thermoplastic resin product according to claim 1, wherein the ingredient (D) is a block copolymer 
which comprises a surface-oriented and water-repellent siloxane group-containing polymer segment and 
a (meth)acryllc polymer segment 

11. The thermoplastic resin product according to dalm 10, wherein the block copolymer is present In the range 
of 0.5 to 10 parts by weight per 100 parts of the vehicle mixture. 

12. The thermoplastic resin product according to daim 1, wherein the ingredient (D) is a mixture of two or 
three members selected from the group consisting of 

(1) a water-repellent fluorinated double bond-containing carboxylic ester wherein the fluorine compo- 
nent in the copolymer is oriented on the surface of the copolymer molecule, 

(2) a block copolymer which comprises a surfece-oriented and water-repellent fluorinated alkyI group- 
containing polymer segment and a (meth)acrylic polymer segment, and 

(3) a block copolymer which comprises a surface-oriented and water-repellent siloxane group- 
containing polymer segment and a (meth)acryllc polymer segment 

13. The thernrK)plastlc resin product according to daim 12, wherein the total amount of the mixture Is In the 
range of 1 to 1 0 parts by weight per 100 parts of the vehlde mixture. 

14. The thernrK)plastic resin product according to claim 1, wherein the Ingredient (A) is selected from oligomers 
or polymers which contain at least one vinyl, allyl. methacryloyi, acryloyi, or crotonyl group. 

15. The thermoplastic resin product according to claim 1, wherein the Ingredient (A) is selected from polyur- 
ethane acrylates derived from a polyester polyol compound, a polyisocyanate compound and a compound 
having a methacryloyi or acryloyi group and an active hydrogen group as starting compounds. 

16. The thermoplastic resin product according to dalm 1 5, wherein the polyester polyol compound is synthe- 
sized from a dicarboxylic acid component and a glycol component wherein the dicarboxylic acid compo- 
nent is selected from the group consisting of an aromatic dicarboxylic acid, an aliphatic dicarboxylic add, 
an alicydic dicarboxylic acid and a heterocydic dicarboxylic acid and the glycol component is selected 
from the group consisting of an alkylene glycol, a dialkylene glycol, cyclohexanedlmethanol, a spiro glycol. 
1 ,4-phenyiene glycol, a bisphenol A ethylene oxide or polyethylene oxkle additive, and polyethylene gly- 
col. 

1 7. The thermoplastic resin product according to claim 1 5, wherein the polyisocyanate compound is selected 
from the group consisting of 2,4-trilene dilsocyanate, diphenylmethane dlisocyanate, 1,3-diisocyanate 
methylcydohexane, 1,4-dilsocyanate methylcydohexane, 4,4'-diisocyanate dicydohexane, 4,4 -dliso- 
cyanate dicydohexyl methane, and isophorone dlisocyanate. 

18. The thernnoplastic resin product according to claim 15, wherein the compound having a methacryloyi or 
acryloyi group and an active hydrogen group Is selected from the group consisting of a dihydric alcohol 
mono(meth)acrylate, trihydric alcohol mono- or di-(meth)acrylate, polyhydric alcohol (meth)acrylate hav- 
ing at least one hydroxy group, induding the (meth)acrylate of an alcohol containing 4 or more hydroxy 
groups, a hydroxy group-containing compound, derived from (meth)acrylation of a caprotactone additive 
of the aforementioned alcohol, and a ring-opening additive of a methacrylic or acrylic add with the glycklyl 
ether of a dihydric or polyhydric alcohol or a phenolic hydroxy group-containing compound. 
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19. The thermoplastic resin product according to claim 1 , wherein the ingredient (B) is selected from the group 
consisting of a monomer which contains at least one vinyl, allyl, methacryloyl. acryloyi, or crotonyl group 
and at least one carboxyl, sulfonyl, or phosphoryl group, a homopolymer of said monomer and a copolymer 
of said monomer. 

20. The thermoplastic resin product according to dalm 1 , wherein the ingredient (B) is synthesized by reacting 
a compound having a double bond and a hydroxyl group In the same molecule, with a cyclic acid anhydride 
corresponding to its hydroxy! equivalent. 

21. The thermoplastic resin product according to claim 1 , wherein the ingredient (B) is selected from the group 
consisting of an acid anhydride>carboxylated (meth)acrylic acid-alkylene oxide additive, an acid anhydr- 
ide-carboxylated (meth)acrylicacid-caprolactone additive, an acid anhydride-carboxytated (meth)acrylic 
acid-monoglycidyl ether additive, an acid anhydride-carboxylated methyiol (meth)acrylic amide, 
(meth)acryloxyethylphosphate, (meth)acryloxyethylphosphorylphenyl, di(meth)acryloxyethylpho%- 
phate, (meth)acryloxyethylsulfonate, and di(meth)acryloxyethylsuccinylsulfonate. 

22. The thermoplastic resin product according to claim 21, wherein the acid anhydride is selected from the 
group consisting of saturated or unsaturated aliphatic dicarboxylic anhydrides, alicydic dicarboxylic an- 
hydrides, aromatic dicarboxylic anhydrides and tricart)Oxylic anhydrides. 

23. The thermoplastic resin product according to claim 21 , wherein the acid anhydride is succinic anhydride, 
maleic anhydride, itaconic anhydride, dodecylsuccinic anhydride, phthalic anhydride or tefrahydrophthalic 
anhydride. 

24. The thermoplastic resin product according to claim 1 , wherein the Ingredient (C) is selected from the group 
consisting of a monomer which contains at least one vinyl, allyl, methacryloyl, acryloyi, or crotonyl group 
and at least two carboxyl, sulfonyl, or phosphoryl groups, a homopolymer of said monomer and a copo- 
lymer of said nrK)nomer. 

25. The thermoplastic resin product according to claim 1 , wherein the ingredient (C) is synthesized by reacting 
an epoxy-acrylate or methacrylate obtainable by ring-opening esterification of a poly-epoxy compound 
and a methacrylic acid or acrylic acid, with a cyclic acid anhydride. 

26. The thermoplastic resin product according to claim 25, wherein the epoxy-acrytate or methacrylate is se- 
lected firom the group consisting of neopentyl glycol diglycidyl ether-(meth)acrylic acid products, 1 ,6-hex- 
anediot diglycidyl ether-(meth)acrylic acid products, trimethylol propane triglycidyl ether-(meth)acrylic 
acid products, bisphenol Aglycidyl ether-(meth)acrylic acid products, epoxyphenolnovolak-(meth)acrylic 
acid products, and phthalic acid glycidyl ether-(meth)acrylic acid products. 

27. The thermoplastic resin product according to claim 25, wherein the acid anhydride is succinic anhydride, 
maleic anhydride, itaconic anhydride, dodecylsuccinic anhydride, phthalic anhydride, frimellitic anhydride 
or tetrahydrophthalic anhydride. 

28. The thernfK)plastic resin product according to claim 1 , wherein the ingredient (E) is selected from the group 
consisting of dihydric alcohol di(meth)acry1ates, trihydric alcohol tri(meth)acrylates, polyhydric alcohol 
(meth)acrylates, epoxy (meth)acrylates. urethane (meth)acrylates, polyester (met h)acrylates, polyether 
(meth)acrylates, and polybutadiene (meth)acrylates. 

29. The thermoplastic resin product according to daim 1, wherein the ingredient (F) is selected from the group 
consisting of 2-ethylhexyl (meth)acrylate, cydohexyl (meth)acrylate, dicydopentanyl (meth)acrylate, 
benzyl (meth)acrylate, phenoxyethyl (meth)acrytate, tolyloxyethyt (met h)acry late, ethoxyethyl 
(meth)acrylate, ethylcarbitol (meth)acrylate, isobornyl (meth)acrytate, methoxypropylene glycol 
(meth)acrylate, (meth)acryloylmorpholine, N-vinylpyrrolidone, N-vinylcaprolactam, N,N-diethylamlnoe- 
thyl (meth)acrylate, t-butylaminoethyl (meth)acrylate. 2-hydroxyethyl (meth)acrylate, 2-hydroxypropyl 
(meth)acrylate, 3-butoxy-2-hydroxypropyl (met h)acry late, caprolactone-modified 2-hydroxyethyl 
(meth)acrytate, 3-phenoxy-2-hydroxypropyl (meth)acrylate, glycidyl (meth)acrylate, and EO-modified 
butoxylated phosphoric acid (meth)acrylate. 

30. A method for printing a plastic product, which comprises (I) painting with a radiation-curing type printing 
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ink which comprises 

(1) a vehicle mixture containing: 

(A) an ingredient selected from the group consisting of a skeletal linear polyester oligomer having 
1 to 10 double bonds In a molecule and a polymer of said oligomer, 

(B) an ingredient selected from the group consisting of a double bond-containing carboxylic acid 
wherein the acid has at least one acidic group which is capable of forming a water-soluble alkali 
metal salt in a molecule, a carboxylic ester of said acid and a carboxylic amide of said acid, 

(C) a double bond-containing polycarboxylic ester, having 2 to 10 acidic groups which are capable 
of forming an alkali metal salt which is capable of swelling with water absorption, 

(D) an ingredient selected from the group consisting of a fluorinated double bond-containing car- 
boxylic ester wherein the fluorine component is oriented on the surface of a coplymer or polymer 
to give water-repellency, a block copolymer which comprises a surface-oriented and water-repellent 
fluorinated alkyi group-containing polymer segment and a (meth)acrylic polymer segment, and a 
block copolymer which comprises a surface-oriented and water-repellent siloxane group-containing 
polymer segment and a (meth)acrylic polymer segment, 

(E) a double bond-containing polycarboxylic ester, 
and 

(F) an ingredient selected from the group consisting of a double bond-containing monocarboxylic 
ester and its amide, wherein the acid value of the vehicle mixture is from 5 to 100, and 

(2) 0 to 20 parts by weight of a photopolymerization initiator, 

(3) 0 to 20 parts by weight of a photosensltizer, 

(4) 0 to 50 parts by weight of an organic and/or inorganic pigment to 100 parts by weight of the said 
vehicle, 

and (11) treating the printed surface thereof with radiation to cure the printing ink. 

31. The method according to claim 30, wherein the thermoplastic resin product is a polyethylene terephtha- 
late product. 

32. The method according to claim 30, wherein the Ingredient (D) is a water-repellent fluorinated double bond- 
containing carboxylic ester wherein the fluorine component in the copolymer is oriented on the surface 
of the copolymer molecule. 

33. The method according to claim 30, wherein the ingredient (D) is a block copolymer which comprises a 
surface-oriented and water-repellent fluorinated atkyl group-containing polymer segment and a 
(meth)acrylic polymer segment 

34. The method according to daim 30, wherein the ingredient (D) is a block copolymer which comprises a 
surface-oriented and water-repellent siloxane group-containing polymer segment and a (meth)acrylic 
polymer segment. 

35. The method according to claim 30, wherein the ingredient (D) is the mixture of two or three membere se- 
lected from the group consisting of 

(1) a water-repellent fluorinated double bond-containing cart)oxyllc ester wherein the fluorine compo- 
nent in the copolymer is oriented on the surface of the copolymer, 

(2) a block copolymer which comprises a surface-oriented and water-repellent fluorinated alkyl group- 
containing polymer segment and a (meth)acrylic polymer segment, and 

(3) a block copolymer which comprises a surface-oriented and water-repellent siloxane group- 
containing polymer segment and a (meth)acrylrc polymer segment. 

36. The method according to claim 30, wherein a surface of the thermoplastic resin product may be untreated, 
roughened or treated with flame, corona discharge or anchor coating before printing. 

37. A method for removing a radiation-cured printing ink from a thermoplastic resin product, which comprises 
(I) painting with a radiation-curing type printing ink whteh comprises 

(1) a vehicle mixture comprising: 

(A) an ingredient selected from the group consisting of a skeletal linear polyester oligomer having 
1 to 10 double bonds in a molecule and a polymer of said oligomer, 

(B) an ingredient selected from the group consisting of a double bond-containing carboxylic ackJ " 
wherein the acid has at least one acidic group whtoh is capable of forming a water-soluble alkali 
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metal salt in a molecule, a carboxylic ester of said acid and a carboxytic amide of said acid, 

(C) a double bond-containing poty carboxylic ester, having 2 to 10 acidic groups which are capable 
of forming an alkali metal salt which Is capable of swelling with water absorption, 

(D) an ingredient selected from the group consisting of a fluorinated double bond-containing car- 
5 boxyllc ester wherein the fluorine component is oriented on the surface of a coplymer or polymer 

to give water-repellency, a block copolymer which comprises a sur^ce-oriented and water-repellent 
fluorinated alkyi group-containing polymer segment and a (meth)acryiic polymer segment, and a 
block copolymer which comprises a surface-oriented and water-repellent siloxane group-containing 
polymer segment and a (meth}acrylic polymer segment, 
10 (E) a double bond-containing polycarboxylic ester, 

and 

(F) an ingredient selected firom the group consisting of a double bond-containing monocarboxylto 
ester and Its amide, 
wherein the acid value of the vehicle mixture is from 5 to 100, and 
15 (2) 0 to 20 parts by weight of a photopolymerizatlon Initiator, 

(3) 0 to 20 parts by weight of a photosensitizer, 

(4) 0 to 50 parts by weight of an organic and/or inorganic pigment to 100 parts by weight of the said 

vehicle mixture, 

(II) treating on the printed surfece thereof with radiatton to cure the printing ink and then (III) dissolving 
20 the resultant cured film in an aqueous alkali solution or removing the film by swelling with an aqueous 
alkali solution. 

38. The method according to daim 37, wherein the aqueous alkali solution is an aqueous strong alkali solutton. 

25 39. The method according to claim 37, wherein the thermoplastic resin product is a polyethylene terephtha- 
late product. 

40. The method according to claim 37, wherein the ingredient (D) is a water-repellent fluorinated double bond- 
containing carboxylic ester wherein the fluorine component in the copolymer is oriented on the surface 

^ of the copolymer molecule. 

41. The method according to claim 37, wherein the ingredient (D) is a block copolymer whrch comprises a 
surface-oriented and water-repellent fluorinated alkyi group-containing polymer segment and a 
(m6th)acrylic polymer segment 

^ 42. The method according to daim 37, wherein the ingredient (D) is a block copolymer which comprises a 
surface-oriented and water-repellent siloxane group-containing polymer segment and a (meth)acrylic 
polymer segment. 

43. The method according to claim 37, wherein the ingredient (D) is the mixture of two or three members se- 
40 lected from the group consisting of 

(1) a water-repellent fluorinated double bond-containing cart)oxylic ester wherein the fluorine compo- 
nent In the copolymer is oriented on the surface of the copolymer molecule, 

(2) a block copolymer which comprises a surface-oriented and water-repellent fluorinated alkyi group- 
containing polymer segment and a (meth)acrylic polymer segment, and 

45 (3) a block copolymer which comprises a surface-oriented and water-repellent siloxane group- 

containing polymer segment and a (meth)acryiic polymer segment 

44. Amethod forrecovering a regeneratable thermoplastic resin product, which comprises removing a printed 
ink in a filmy form from a surface of a printed thermoplastic resin product 

50 

45. The method according to claim 44, wherein the removed ink film is separable from a liquid phase by fil- 
tration. 

46. The method according to daim 44, wherein the printed Ink on the surface of the thermoplastic resin prod- 
uct is produced by curingan Ink having, as a base, a radiation curing type ink composition. 
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